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CLASS 
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JP 51105374 IC B29H007-00 

AB - A fabric is sandwiched between 2 unvulcanized rubber sheets, and the 
combination is semi vulcanized, cut in a given shape, and 
vulcanized in a mold to give a diaphragm contg. 
the evenly positioned fabric. Thus, a 0.2 -mm polyester fabric was 
sandwiched with sheets of nitrile rubber 100, 

ZnO 5, stearic acid 1, vulcanization accelerators 2, 
plasticizers 20, carbon black 60, and S 2 parts to form a 
1 . 6 -mm sheet, and the sheet was heated 4 min between a roll and a 
belt at 150. degree.. The semi vulcanized sheet was cut into a disk 
and heated 10 min in a mold at 150. degree. . 

ST - fiber reinforced rubber vulcanization; diaphragm rubber 
vulcanization 

IT - Rubber, nitrile, uses and miscellaneous 
RL: USES (Uses) 

(polyester fabric-reinforced, diaphragms , manuf . of) 

IT - Polyester fibers, uses and miscellaneous ^ 
RL: USES (Uses) 

(rubber diaphragms reinforced by fabrics of, manuf. of) 
IT - Membranes and Diaphragms 

(rubber, polyester fabric-reinforced, manuf. of) 
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